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Permanent Painting
permanent to light, but have little or no hiding power,
and when used alone are perfectly permanent.
The ultramarine blue which is made by means of ^
potash salt instead of a soda salt has every analogy
of color and shade to genuine cobalt blue, excepting
that the genuine cobalt blue is not affected by acids
as rapidly as the artificial.
ULTRAMARINE, GENUINE (See Ultramarine  Blue)
ULTRAMARINE ASH
.                                             .
This may be called a weak variety of ultramarine
blue either artificial or natural. It is obtained when
artificial ultramarine blue is mixed with clay, or when
natural lapis lazuli is mixed with the gang rock ot
native earth that surrounds it. Both the genuine and
the artificial ultramarines are perfectly permanent when
used alone, and permanent when mixed with zinc
white and cadmium yellow, but not permanent when
mixed with flake white or any color that may contain
lead.
VANDYKE BROWN
Vandyke brown is a native earth, and is identical
with cassel brown. It is popularly supposed that Van-
dyke first used this pigment as a glazing color in place
of bitumen, and as it is composed of clay, iron oxide,
decomposed wood and some bituminous products, it
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